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Description 



[0001] The present Invention relates to a process for producing lubricating base oils. More specifically, the present 
invention relates to a process for producing lubricating base oils having a viscosity index of at least 80 by a multistage 
s hydrocatalytic process involving a relatively severe first hydroconversion stage followed by one or more hydroconver- 
slon stages in which a noble metal-based catalyst is used. 

[0002] Multi-stage hydrocatalytic processes for preparing lubricating base oils are known in the art. Examples of 
such processes are disclosed in British Patent Specification No, 1 .546,504, European Patent Specification No. 
0,321 ,298 and U.S. Patent Specrications 3,494,854 and 3.974,060. From these disclosures It becomes apparent that 

10 the first stage of a two stage hydroconversion process is usually aimed at removing nitrogen- and sulphur-containing 
compounds present in the hydrocarbon oil feed and to hydrogenate the aromatic compounds present in the feed to at 
least some extent. In the second stage the aromatlcs content is subsequently further reduced by hydrogenation and/ 
or hydrocracking, whilst hydroisomerisation of waxy molecules present in the first stage effluent often takes place as 
well. The hydrotreatment catalysts used in first and second stage should accordingly be able to adequately serve their 

*5 respective purposes. From the aforementioned prior art documents it becomes clear that first stage catalysts normally 
comprise a Group VIII non-noble metal component and a Group VIB metal component on a refractory oxide support. 
First stage catalysts generally applied, then, include nickel-molybdenum, ntekel-tungsten or cobaltmolybdenum on an 
alumina, silica-alumina orfluorided alumina support. 

[0003] The patent specifications listed above disclose a variety of suitable second stage catalysts and process con- 
20 ditlons to be applied in the second stage, whereby type of catalyst and process conditions are detennined by the type 
of treatment envisaged. 

[0004] In British Patent Specification No. 1 ,546,504, for instance, an acidic second stage catalyst is disclosed con- 
taining one or more Group VI metal components and one or more non-noble Group VIII metal components, whereby 
second stage process conditions are relatively severe and include a temperature of between 350 and 390 "^C and a 
25 pressure of between 5.0 and 25.0 MPa. Operating the second stage under these conditions Is likely to cause a sub- 
stantial degree of aromatics hydrogenation, but also, given the acidic nature of the catalyst employed, a substantial 
amount of cracking reactions to occur. This inevitably affects the final oil yield due to the fomriation of a relatively high 
amount of gaseous components. It would therefore be advantageous If the second stage could be operated at less 
severe conditions. 

30 [0005] U.S. Patent Specification 3,494,854 discloses a second stage hydroisomerisation-hydrocracking catalyst 
comprising a calcium-exchanged, crystalline alumino-silicate (i.e. zeolite) support and a platinum group metal compo- 
nent. Here, the second stage is operated at more severe conditions than the first stage and these second stage oper- 
ating conditions Include temperatures of from about 465 •C to 540 and pressures of from about 2 to 14 MPa. In the 
first stage nitrogen level and anyhow sulphur level of the feed are brought down in order not to poison too quickly the 

35 second stage catalyst, which nonnally is not sulphur-resistant. Some hydrocracking may already take place In the first 
stage, but mostly non-waxy molecules are cracked, since the pour point of the feed does not decrease substantially 
In the first stage as can be cleariy seen from Example 1 of said specification. In the second stage further decrease of 
the nitrogen level and hydroisomerisation and hydrocracking of waxy molecules should take place In order to lower 
the pour point. However, operating the second stage at such severe conditions will inevitably lead to fomriation of 

40 gaseous components, which goes at the expense of the yield of the final base oil product. Moreover, If too much 
hydrocracking of waxy molecules occurs, the viscosity index of the final oil will be seriously affected. It would, therefore, 
be advantageous, If the second stage could be operated at less severe conditions. 

[0006] In U.S. Patent Specifteation 3,974,060 a second stage catalyst is disclosed comprising a faujasite support 
and a noble metal hydrogenation component. The second stage is disclosed to be operated at less severe temperature 

45 conditions than the first stage, that is, at a temperature between about 230 and 340 *C, and at a pressure of from about 
105 to 345 bar in order to limit the amount of cracking that may occur. Conversion of aromatics into polynaphthenics 
is envisaged to be maximised in the first stage. In the second stage, conversion of polynaphthenfes Into single ring 
naphthenes and hydroisomerisation of normal paraffins Into branched structures are the processes envisaged. Be- 
tween both stages a gas-liquid separation step may be included to remove any by-product ammonia, hydrogen sulphide 

50 and/or light hydrocarbons present in the first stage effluent. A subsequent solvent dewaxing step is considered to be 
necessary to amve at a pour point which is appropriate for lubricating base oils. 

[0007] In European Patent Specification No. 0,321 .298 a hydroisomerisation catalyst comprising a noble metal com- 
ponent on a halogenated refractory oxide support Is disclosed as the second stage catalyst in a wax isomerizatlon 
process. Isomerisation conditions here include temperatures of from 280 to 400 '^C and hydrogen pressures from about 
55 3.5 to 20.5 MPa. The process disclosed aims at converting slack waxes by isomerlsing a substantial portion of the 
waxy molecules present therein. As the slack waxes by definition have a very high wax content, the viscosity index of 
the isomerate is very high, usually above 1 40. After isomerisation, the Isomerate is fractionated and the lube oil fraction 
(usually the 330 '0+ fraction and more suitably the 370 •C+ fraction) is subsequently subjected to a dewaxing treatment 
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to attain the required pour point reduction. 

[0008] US patent No. US-A-2,779,713 describes a process to prepare lubricating base oils by first contacting a hy- 
drocarbon feedstocl< in the presence of hydrogen at 315-425 in the presence of a nickel sulphide tungsten catalyst 
or a cobalt molybdate catalyst followed by a hydroflnishing step. The hydrofinishing step is performed by contacting 

5 the feed with an alumina/platinum and combined halogen catalyst In the presence of hydrogen at between 204-343 *C. 
[0009] GB-A-1 ,310,320 describes a process for preparing white oils in which a waxy lubricating oil distillate is con- 
tacted with a niclcel/motybdenum containing catalyst in the presence of hydrogen at 371 ^C, followed by a flash operation 
to remove gaseous products, followed by a second zone wherein first the liquid fraction was contacted at 399 ®C with 
a calcined platinum containing silica-alumina-crystalline alumtnosilicate extrudate catalyst and secondly contacted at 

10 290 "^C with a platinum on alumina catalyst. 

[0010] WO-A-9305125 describes a process to prepare a lubricating base oil which may contain more than 0.1 wt% 
of sulphur. The illustrated process consists of a catalytic dewaxing step In which a light neutral waxy raffinate Is con- 
tacted in the presence of hydrogen with a HZSM-5 containing catalyst free of Group VIII metals at a temperature of 
between 31 0 and 350 ''C. This step is followed by a hydrotreating step carried out at a temperature of between 232 to 

15 31 0 *C using a molybdenum/ alumina hydrotreating catalyst. 

[0011] Although the processes described above may periomn satisfactorily in many respects, It was felt that there is 
still room for a further improvement, particularly in temris of obtaining lubricating base oils of constant and high quality 
by means of an efficient and reliable process starting from a distillate feedstock. The present invention provides such 
a process as can be evidently seen from its advantageous characteristics. 

20 [001 2] For Instance, one advantage of the process according to the present Invention is that it yields lubricating base 
oils of constant and high quality with a high degree of flexibility as to the exact base oil product to be produced. With 
the present process, namely, it is possible to prepare motor oils, industrial oils and even technical white oils, which 
base oils predominantly differ from each other in that they have different specifications for contents of aromatics. An- 
other advantage of the present process is that hydrocarison feedstocks containing relatively high amounts of impurities, 

25 such as sulphur- and nitrogen-containing compounds, can be effectively treated and converted Into high quality lubri- 
cating base oils having excellent VI properties. Yet another advantage is that a very effective use is made of the 
hydrogen required in the hydrocatatytic conversion stages. 

[001 3] Accordingly, the present invention relates to a process for the preparation of lubrtoating base oils comprising 
the steps of 

30 

(a) contacting a hydrocari3on oil feed in the presence of hydrogen in a first reaction zone with a catalyst comprising 
at least one Group VIB metal component and at least one non-noble Group VIII metal component supported on a 
refractory oxide can'ler; 

(b) separating the effluent at elevated pressure into a gaseous fraction and a liquid fraction having a sulphur content 
35 of less than 1000 parts per million on a weight basis (ppmw) and a nitrogen content of less than 50 ppmw; 

(c) contacting the liquid fraction in the presence of hydrogen in a second reaction zone with at least a catalyst 
comprising a noble metal component supported on an amorphous refractory oxide carrier; and 

(d) recovering a lubricating base oil having a viscosity Index of at least 80. 

40 [0014] Suitable hydrocarison oil feeds to be employed in step 

(a) of the process according to the present invention are mixtures of high-boiling hydrocarbons, such as, for instance, 
heavy oil fractions. Particularly those heavy oil fractions having a boiling range which is at least partly above the boiling 
range of lubricating base oils are suitable as hydrocarison oil feeds for the purpose of the present invention. It has been 
found particulariy suitable to use vacuum distillate fractions derived from an atmospheric residue. I.e. distillate fractions 

45 obtained by vacuum distillation of a residual fraction which in return Is obtained by atmospheric distillation of a crude 
oil, as the feed. The boiling range of such a vacuum distillate fraction is usually between 300 and 620 ^C, suitably 
between 350 and 580 ^'C. However, deasphatted residual oil fractions, including both deasphalted atmospheric residues 
and deasphalted vacuum residues, may also be applied. The hydrocarbon feeds to be applied may contain substantial 
amounts of sulphur- and nitrogen-containing contaminants. Hydrocari^on feeds having sulphur levels up to 3% by 

50 weight and nitrogen levels up to 1% by weight may be treated in the process according to the present invention. 

[0015] The catalyst to be used in the first hydrocataiytic stage is a catalyst comprising at least one Group VIB metal 
component and at least one non-noble Group VIM metal component supported on a refractory oxide earner. Such 
catalysts are known in the art and in principle any hydrotreating catalyst known to be active in the hydrodesulphurisatlon 
and hydrodenitrogenation of the relevant hydrocarbon feeds may be used. Suitable catalysts, then, include those cat- 

55 alysts comprising as the non-noble Group VIII metal component one or more of nickel (Ni) and cobalt (Co) in an amount 
of from 1 to 25 percent by weight (%wt), preferably 2 to 1 5 %wt, calculated as element relative to total weight of catalyst 
and as the Group VIB metal component one or more of molybdenum (Mo) and tungsten (W) in an amount of from 5 
to 30 %wt, preferably 10 to 25 %wt, calculated as element relative to total weight of catalyst. These metal components 
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may be present in elemental, oxidic and/or sulphidic 1om\ and are supported on a refractory oxide earner. The refractory 
oxide support of the first stage catalyst may be any inorganic oxide, alumino-silicate or combination of these, optionally 
in combination with an Inert binder materia). Examples of suitable refractory oxides include inorganic oxides, such as 
alumina, silica, titania, zirconia, bona, silica-alumina, fluorided alumina, fluorided silica-alumina and mixtures of two or 

s more of these. In a pretended embodiment an acidic carrier such as alumina, silica-alumina or fluorided alumina Is used 
as the refractory oxide carrier. The refractory oxide support may also be an aluminosilicate. Both synthetic and naturally 
occurring aiuminosilicates may be used. Examples are natural or dealuminated zeolite beta, faujasite and zeolite Y 
From a selectivity point of view it is preferred to use the dealuminated f omn of these zeolites. A preferred aluminosilicate 
to be applied is alumina-bound, at least partially dealuminated; zeolite Y. 

10 [0016] Phosphorus (P), which is a well known promoter, may also be present In the first stage catalyst. Examples of 
particularly suitable first stage catalysts are NIMo(P) on alumina or fluorided alumina, CoMo(P) on alumina and NIW 
on fluorided alumina. 

[001 7] Since the hydrocarison feeds to be converted normally contain sulphur-containing compounds, the first stage 
catalyst is suitably at least partly sulphided prior to operation in order to increase Its sulphur tolerance, it will be un- 

« derstood that the extent of sulphldation depends on the sulphur content of the first stage effluent. Since the hydnDcartson 
oil feeds used are normally not substantially free of sulphur- and nitrogen-containing compounds, sulphiding of the 
catalyst prior to operation (nomially referred to as presulphiding) in orderto attain optimum catalyst activity and in order 
to ensure that the catalyst is sufficiently tolerent towards the sulphur- and nitrogen-containing compounds present in 
the feed under the operating conditions is preferred. 

20 [0018] Presulphiding of the catalyst can be achieved by methods known in the art. such as for instance those methods 
disclosed in European patent specifications 0,181,254; 0,329,499; 0,448,435 and 0,564,317 and International patent 
specifications WO-93/02793 and WO-94/251 57. Presulphiding can be pert onmed either ex situ (the catalyst is sulphided 
prior to being loaded into the reactor) or in situ (the catalyst is sulphided after having been loaded into the reactor), in 
generel, presulphiding is effected by contacting the unsulphided catalyst with a suitable sulphiding agent, such as 

25 hydrogen sulphide, elemental sulphur, a suitable potysulphlde, a hydrocariDon oil containing a substantial amount of 
sulphur-containing compounds or a mixture of two or more of these sulphiding agents. Partteulariy for the In situ sul- 
phldation a hydrocarison oil containing a substantial amount of sulphur-containing compounds may suitably be used 
as the sulphiding agent. Such oil Is then contacted with the catalyst at a temperature which is gradually increased from 
ambient temperature to a temperature of between 1 50 and 250 *C. The catalyst is to be maintained at this temperature 

30 for between 1 0 and 20 hours. Subsequently, the temperature is to be raised gradually to the operating temperature. A 
particular useful hydrocarbon oil presulphiding agent may be the hydrocarbon oil feed, which usually contains a sig- 
nifteant amount of sulphur-containing compounds. In this case the unsulphided catalyst may be contacted with the 
feed under conditions less severe than the operating conditions, thus causing the catalyst to become sulphided. Typ- 
ically, the hydrocartDon oil feed should comprise at least 0.5% by weight of sulphur-containing compounds, said weight 

35 percentage indicating the amount of elemental sulphur relative to the total amount of feedstock, in order to be useful 
as a sulphiding agent. 

[0019] The first reaction zone Is operated at relatively severe conditions, which are such that sulphur and nitrogen 
content of the feed are reduced to sufficiently low values, i.e. sulphur and nitrogen content of the liquid fraction obtained 
in subsequent step (b) -discussed hereinafter- must be less than 1000 ppmw and less than 50 ppmw, respectively. 

40 This is important, because a noble metal-based catalyst is used In the second reaction zone (step (c)). As is well known 
in the art, the sulphur- and nitrogen-resistance of noble metal-based catalysts is normally less than catalyst not com- 
prising any noble metal component, as a result of which such catalysts are more quickly poisoned by sulphur and 
nitrogen contaminants if no measures are taken to prevent such quick poisoning. It has been found that suitable first 
stage operating conditions involve a temperature of at least 350 **C, preferably from 365 to 500 •C and even more 

45 preferably from 375 to 450 "C. Operating pressure may range from 1 to 25 MPa (10 to 250 bar), but preferably is at 
least 10 MPa (100 bar), in a particularly advantageous embodiment the operating pressure is In the rengeof from 11 
to 17 l\/l Pa (110 to 170 bar). The weight hourly space velocity (WHSV) may range from 0.1 to 10 kg of oil per litre of 
catalyst per hour (kg/l.h) and suitably is in the range from 0.2 to 6 kg/l.h. Under the conditions applied hydrocracking 
of hydrocarison molecules present in the hydrocari^on feed may also occur. It will be appreciated that the more severe 

50 the operating conditions, the more hydrocracking will occur. 

[0020] After the first hydrocatalytic stage the effluent is separated at elevated pressure in step (b) into a liquid fraction 
and a gaseous fraction. As has already been indicated hereinbefore, the sulphur and nitrogen content of the liquid 
fraction obtained should be less than 1000 ppmw and less than 50 ppmw, respectively. More preferably, sulphur and 
nitrogen content of the liquid fraction are less than 500 ppmw and less than 30 ppmw, respectively. The gaseous 

55 fraction contains any excess hydrogen which has not reacted in the first reaction zone as well as any light by-products 
fonmed In the first hydrocatalytic stage, such as ammonia, hydrogen sulphide, possibly some hydrogen fluoride, and 
light hydrocarbons. The gas-liquid separation may be earned out by any gas-liquid separation means known in the art, 
such as a high pressure stripper. By removing the gaseous constituents from the first stage effluent, the content of 
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anyhow ammonia and hydrogen sulphide in said effluent can be effectively reduced to levels, which are sufficiently 
low to allow the use of (unsuiphided) noble metal-based catalysts in the second stage, in a preferred embodiment of 
the present process the gaseous fraction obtained in step (b) is treated to remove hydrogen sulphide and ammonia, 
after which the resulting cleaned gas is recycled to the first reaction zone. This cleaned gas, namely, will have a high 

5 content of hydrogen and therefore may be conveniently used as (part oO the hydrogen-source in the first hydrocatalytic 
stage, it will be understood that this recycling of hydrogen also provides advantages in temns of process economics. 
Treatment of the gaseous fraction to remove the impurities may be carried out by methods known in the art, such as 
an absorption treatment with a suitable absorption solvent, such as solvents based on one or more alkanolamines (e. 
g. mono-ethanolamine, di-ethanol-amlne, methyl-di-ethanolamine and di-isopropanolamine). 

10 [0021 ] In the second reaction zone or hydroconversion stage (step (c)) the liquid fraction obtained after the gas-liquid 
separation in step (b) is contacted in the presence of hydrogen with at least a catalyst comprising a noble metal com- 
ponent supported on an amorphous refractory oxide earner. In the second reaction zone hydrogenation of aromatics 
still present should anyhow take place. The hydrogenation of the aromatics is necessary to obtain a lubricating base 
oil having the desired high viscosity index and is also preferred for environmental considerations. This function of the 

IS second reaction zone can be referred to as the hydro-finishing function and will be achieved with the aforesaid noble 
metal-based catalyst. A further function of the second reaction zone may be the (hydro)dewaxing function. This implies 
predominantly hydroisomerisation of waxy molecules, normally straight-chain or slightly branched paraff inic molecules, 
in order to eventually obtain a lubricating base oil having the appropriate cold flow properties, in particular an appropriate 
pour point. This function Is achieved by a dedicated hydroisomerisation or dewaxing catalyst which may also be present 

20 in the second reaction zone. Such hydro-isomerisation catalyst nonnally also comprises a noble metal hydrogenation 
component. Depending on the exact nature of the catalysts employed, the type of feed processed and the operating 
conditions applied, both aforementioned functions may be combined into a single reactor comprising a combination of 
two catalyst beds, one catalyst bed comprising a dedicated hydro-isomerisation dewaxing catalyst, the other catalyst 
bed comprising the aforesaid noble metal-based hydro-finishing catalyst. Alternatively, two separate reactors placed 

25 in series may be used, whereby each reactor comprises a catalyst bed dedicated to a specific function. In the absence 
of a dedicated hydro-isomerisation catalyst in the second reaction zone, a solvent dewaxing treatment afterthe second 
reaction zone is normally necessary to obtain a lubricating base oil having the desired pour point. 
[0022] The catalyst anyhow used In the second reaction zone (further referred to as "the noble metal-based hydro- 
finishing catalysf), accordingly, comprises at least one noble Group Viil metal component supported on an amorphous 

30 refractory oxide carrier. Suitable noble Group VIII metal components are platinum and palladium. The noble metal- 
based hydrofinishing catalyst, accordingly, suitably comprises platinum, palladium or both. The total amount of noble 
Group VIII metal component(s) present suitably ranges from 0.1 to 10 %wt, preferably 0.2 to 5 %wt, which weight 
percentage Indicates the amount of metal (calculated as element) relative to total weight of catalyst. In addition to the 
noble metal component a Group VIB metal component (Cr, Mo or W) may be present in an amount of from 5 to 30 

35 %wt, preferably 10 to 25 %wt, calculated as element relative to total weight of catalyst. It Is, however, preferred that 
the catalyst comprises platinum and/or palladium only as the cataiytically active metal and is essentially free of any 
other catatyttoally active metal component It has been found particular important that the catalyst comprises an amor- 
phous refractory oxide as the carrier material. It will be understood that this excludes any refractory oxides of a zeolitic 
nature, such as aluminosiiicates and silica-aluminophosphates. Examples of suitable amorphous refractory oxides 

40 include inorganic oxides, such as alumina, silica, titania, zirconia, bona, silica-alumina, fluorided alumina, fluorided 
silica-alumina and mixtures of two or more of these. Of these, amorphous silica-alumina is preferred, whereby sirica- 
alumina comprising from 5 to 75 %wt of alumina has been found to be particulariy preferred. Examples of suitable 
silica-alumina carriers are disclosed in International patent specification No. WO-94/10263. A particularly pretended 
catalyst to be used as the noble metal-based hydrofinishing catalyst, consequently, is a catalyst comprising platinum 

45 and/or palladium supported on an amorphous silica-alumina carrier. 

[0023] Operating conditions in the second reaction zone suitably are less severe than in the first reaction zone and 
consequently the operating temperature suitably does not exceed 350 X and preferably is in the range of from 150 
and 350 *^C, more preferably from 1 80 to 320 "0. The operating pressure may range from 1 0 to 250 bar and preferably 
Is in the range of from 20 to 1 75 bar The WIHSV may range from 0.1 to 1 0 kg of oil per litre of catalyst per hour (kg/I. 

50 h) and suitably Is In the range from 0.5 to 6 kg/i.h. 

[0024] In one embodiment of the present invention-the second reaction zone comprises the noble metal-based hydro- 
finishing catalyst as the single catalyst. In this case a subsequent dewaxing step is nonmally necessary to eventually 
obtain a lubricating base oil having the desired low pour point, that is, a pour point of at most -6 ^. Dewaxing in this 
case may be carried out by dewaxing techniques known in the art, such as catalytic dewaxing and solvent dewaxing. 

55 For this particular configuration, however, a solvent dewaxing step is preferred. Conventional solvent dewaxing proc- 
esses Involve the use of methylethylketone (MEK), toluene or a mixture thereof as the dewaxing solvent. The most 
commonly applied solvent dewaxing process is the MEK solvent dewaxing route, wherein MEK is used as the dewaxing 
solvent, possibly in admixture with toluene. If, however, the first stage effluent -and consequently the liquid fraction 
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obtained therefrom in step (b) of the present process- has a sufficiently low content of waxy molecules a subsequent 
(solvent) dewaxing step may be dispensed with, as in that case the hydroisomerisation of waxy molecules catalysed 
by the noble metal hydro-finfehing catalyst under the relatively mild conditions applied is sufficient for obtaining the 
desired pour point. 

5 [0025] In another embodiment of the present invention, the second reaction zone comprises two separate catalyst 
beds In a single reactor, whereby the upper catalyst bed comprises a noble metal-based catalyst selective for hydroi- 
somerising and/or hydrocracking of waxy molecules and the lower catalyst bed comprises the noble metal-based hy- 
drofinishing catalyst. In this configuration the two catalyst beds are most suitably arranged in a stacked bed mode. 
[0026] TTie noble metal-based catalyst constituting the upper bed should, accordingly, be a dedteated dewaxing 

10 catal^t. Such dewaxing catalysts are known In the art usually are based on an intem^iediate pore size zeolltic material 
comprising at least one noble Group Vlll metal component, preferably Pi and/or Pd. Suitable zeolltic materials, then, 
include ZSM-5, ZSM-22. ZSM-23, ZSM-35, SSZ-32, fenrierite, zeolite beta, mordenite and siltea-aluminophosphatesi 
such as SAPO-1 1 and SAPO-31 . Examples of suitable dewaxing catalysts are, for instance, described In Intemational 
Patent Specification WO 92/01 657. whilst suitable zeolltic cannier materials are, for instance, described in U.S. Patent 

IS Specifications 3,700,585; 3,894,938; 4,222.855; 4,229.282; 4,247,388 and 4,975,1 77. Another class of useful dewax- 
ing catalysts comprises at least one noble Group Vlll metal component supported on a surface deactivated alumlno- 
silicate, such as disclosed in European patent specification No. 96921992.2. 

[0027] In yet another embodiment of the present invention the second reaction zone comprises a single reactor 
containing two separate reactor zones, which are separated by a quench in such a way that the temperature In the 

20 upper reactor zone containing a catalyst bed whteh comprises a noble metal-based catalyst selective for hydroisom- 
erislng and/or hydrocracking of waxy molecules, is higher than in the lower reactor zone containing a catalyst bed 
which comprises the noble metal-based hydrof inishing catalyst. The catalyst in the upper reactor zone is a dedicated 
dewaxing catalyst as described in the previous paragraph. In this configuration the temperature in the upper reactor 
zone suitably is in the range of from 250 to 350 and the temperature in the lower reactor zone suitably is in the 

25 range of from 200 to 300 'C with the proviso that it is lower than the temperature in the upper reactor zone. Operating 
pressure and WHSV in both reactor zones are within the same limits as described above for the second reaction zone. 
[0028] In a still further embodiment of the present invention the second reaction zone consists of two separate re- 
actors an^nged in a series flow mode, whereby the first reactor contains a catalyst bed comprising a noble metal- 
based catalyst selective for hydroisomerising and/or hydrocracking of waxy molecules (i.e. a dewaxing catalyst) and 

30 the second reactor contains the noble metal-based hydrof inishing catalyst. The catalyst in the first reactor is a dedicated 
dewaxing catalyst as described above. This configuration is particulariy prefen^ed when the temperature of the last 
reactor (the hydrof inishing reactor) has to be varied periodically, for example to prepare base oils which are subject to 
distinct specifbatlons in terms of aromattes content (e.g. motor oils, aromattes-free Industrial oils, technical white oils). 
Operating conditions are the same as described above for the second reaction zone, but in respect of the operating 

35 temperature it Is preferred to apply a higher temperature in the first reactor than In the second reactor within the limits 
given. Accordingly, the temperature in the first reactor suitably is in the rangeof from250 to350 •Q and the temperature 
in the second reactor suitably is in the range of from 200 to 300 •Q. 

[0029] All configurations, in which the second reaction zone can be operated, involve the presence of hydrogen 
throughout the entire operation. A hydrogen-containing gas, accordingly, is supplied to the second reaction zone. This 

40 may be recycled, cleaned gas obtained from the gaseous fraction recovered in step (b) and/or step (d) of the present 
process or from another source, which may be the case if the present process Is integrated in a refinery including other 
hydroconversion operations. Alternatively, fresh hydrogen may be supplied to this second reaction zone. Of course, it 
Is also possible to use a mixture of fresh and recycled, cleaned hydrogen. For the purpose of the present invention it 
has been found partteularly advantageous to supply the second reaction zone at least partly with fresh hydrogen. 

45 [0030] In step (d), finally, a lubricating base oil having a viscosity index of at least 80, preferably from 80 to 140 and 
more preferably from 90 to 130, is recovered. Such recovery suitably involves fractionation of the effluent from the 
second reaction zone (step (c)) to obtain a gaseous fraction and at least one liquid fraction as the lubricating base oil 
product. Fractionation can be attained by conventional methods, such as by distillation of the effluent from the second 
reaction zone under atmospheric or reduced pressure. Of these, distillation under reduced pressure, including vacuum 

50 flashing and vacuum distillation, is most suitably applied. The cutpoint(s) of the distillate f raction(s) is/are selected such 
that each product distillate recovered has the desired viscosity, viscosity index and pour point for its envisaged appli- 
cation. A lubricating base oil having a viscosity index of at least 80 is normally obtained at a outpoint of at least 330 
•0, suitably at a outpoint of from 350 to 450 •C and is recovered as the most heavy fraction. 
[0031] The gaseous fraction obtained In step (d) contains the excess of hydrogen, which has not reacted in the 

55 second reaction zone, together with any ammonia and hydrogen sulphide fomied in the second reaction zone or already 
present in the hydrogen-containing gas supplied thereto. Any light hydrocari^ons formed In the second reaction zone 
are also present in this gaseous fraction. For a further optimisation of the process economics it is preferred that the 
gaseous fraction recovered from step (d) Is treated to remove Innpurities (that is, anyhow hydrogen sulphide and am- 
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monla), after which the cleaned gas is recycled to the first and/orthe second reaction zone. It has been found particularly 
advantageous to recycle the hydrogen -after cleaning- to the first reaction zone only. Consequently, the second reaction 
zone is then supplied with fresh hydrogen only, whilst the first reaction zone is supplied with recycled, cleaned gas 
from both first and second reaction zone. Treatment of the gaseous fractions from steps (b) and (d) may take place in 
5 separate gas cleaning units, but most suitably both gaseous streams -suitably combined into a single gas stream- are 
treated in one and the same gas cleaning unit. In this way only a single gas cleaning unit is necessary, which is ad- 
vantageous from an economic perspective. 

[0032] Two of the embodiments described above are illustrated by Figures 1 and 2. Figure 1 schematically shows 
that embodiment of the present process wherein the second reaction zone consists of a single reactor containing the 
10 noble metal-based hydrofinishing catalyst only. Figure 2 depicts the embodiment wherein the second reaction zone 
consists of two separate reactors, one containing a dedicated dewaxing catalyst and the other containing the noble 
metal-based hydrofinishing catalyst. 

[0033] in figure 1 hydrocarbon oil feed (1) is passed into first reaction zone (1) in the presence of hydrogen supplied 
via hydrogen stream (11 ), where it is contacted with the first stage catalyst. The first stage effluent (2) having a sulphur 

15 content of less than 1 000 ppm and a nitrogen content of less than 50 ppm is separated into a gaseous stream (9) and 
a liquid stream (4) in high pressure stripper (3). The gaseous stream (9) comprising gaseous sulphur- and nitrogen- 
containing species as well as hydrogen is cleaned in absorption unit (1 0) together with the gaseous fraction (8) obtained 
from gas/iiquld separator (6), resulting in a purified hydrogen stream (1 1) which is used as the hydrogen source for the 
hydroconversion of hydrocarbon oil feed (1). The liquid stream (4) is subsequently passed into the second reaction 

20 zone (II) where it is hydrofinlshed by contacting it with the noble metal-based hydrofinishing catalyst in the presence 
of fresh hydrogen supplied via fresh hydrogen stream (12). The second zone effluent (5) is separated Into a liquid 
stream (7) and a gaseous fraction (8) in gas/-iiquid separator (6). The liquid stream (7), which has a VI of at least 80, 
is suitably routed to a solvent dewaxing unit (not shown) in order to obtain a lubricating base oil having the desired low 
pour point 

25 [0034] Figure 2 depicts a similar process, wherein the second reaction zone consists of a catalytic dewaxing unit 
(IIA) and a hydrofinishing unit (MB). The dewaxed effluent (5a) leaving catalytic dewaxing unit (ilA) is subsequently led 
into hydrofinishing unit (ilB). The effluent stream (5b) leaving the hydrofinishing unit (I IB) is separated into a liquid 
stream (7) and a gaseous fraction (8) in gas/liquid separator (6). Liquid stream (7) Is the lubricating base oil product. 
[0035] The invention is further Illustrated by the following examples without restricting the scope of the present In- 

30 vention to these particular embodiments. 

Example 1 

[0036] A hydrocarbon distillate fraction having the characteristics listed in Table I was treated In the process illustrated 
35 in figure 1 . 



TABLE I 



40 



Feed characteristics 


Distillate 


Dewaxed oil 1 


wax (%w) 


7.1 


Aromatics 


(mmole/100 g) 


S (%w) 
N (mg/kg) 


2,17 
1100 


Mono 
Di 


58 
24 


Boiling point distribution 


Poly 


49 


5%w 
50 %w 
95 %w 


418 '^C 
490 «C 
564 •C 







' A sample of the distillate feed was dewaxed (using methylethylketone at -20 *C) before determining the aromatics content: aromatics determination 
was canied out at 40 *C, at which temperature most of the wax present In the distillate feed Is solid and hinders the determination of the various 
levels of aromatics. 



[0037] Accordingly, the distillate fraction was contacted in the first reaction zone in the presence of hydrogen with a 
catalyst comprising 3.0% by weight of Ni, 13.0% by weight of Mo, 3.2% by weight of P on an alumina support, which 
catalyst was fluorided to contain 2.5% by weight of fluorine. The hydrogen supplied was cleaned hydrogen recovered 
from the gaseous fraction obtained from the second stage effluent and from the gaseous fraction obtained from the 
gas/liquid separation of the first stage effluent. Operating conditions in the first reaction zone included a hydrogen 
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partial pressure of 140 bar, a WHSV of 0.5 kg/l/h, a recycle gas rate of 1500 Nl/kg and a temperature of 378 •C. 
[0038] The first stage effluent was then separated into a liquid and a gaseous fraction in a high pressure separator. 
Sulphur content of the liquid fraction was 48 ppnnw, nitrogen content was 3 ppmw. 

[0039] The liquid fraction was subsequently treated in the second reaction zone in the presence of freshly supplied 
5 hydrogen over a catalyst comprising 0.3% by weight of Pt and 1 .0% by weight of Pd on an amorphous silica-alumina 
carrier having a silica/alumina weight ratio of 55/45. Hydrogen partial pressure and recycle gas rate were the same as 
applied in the first reaction zone. Varying temperatures and space velocities were, however, applied in order to obtain 
different products. These temperatures and space velocities are indicated in Table II. 

[0040] The second stage effluent was, after gas/liquid separation, distilled under reduced pressure and the fraction 
10 boiling above 390 •C was soh/ent dewaxed at a temperature of -20 *»C using methylethyJketone/toluene. Properties of 
the various base oil products are Indicated in Table II. 

[0041 J As can be seen from Table 1 1 varying temperatures and space velocities in the second reaction zone can result 
in different products, mainly in temns of aromatics content. In this way products can be obtained meeting the aromatlcs 
specifications of motor oils (MO), Industrial oils (lO) and technical white oils (TWO). 

IS 



TABLE It 



Product analysis 


Product 


MO 


lO 


TWO 


Tro 


230 


270 


250 


WHSV (kg/l.h) 


4 


4 


1 


S (ppmw) 


42 




42 


N (ppmw) 


2.5 




2.2 


VI 


95.7 


95.7 


95.3 


Pour Point (*C) 


-15 


-15 


-15 


Oil yield (%w on feed) 


65.2 


65.3 


64.4 


Aromatlcs (mmol/100 g) 








Mono 


34 


5.5 


1.6 


Di 


0.53 


0.72 


0.11 


Poly 


0.61 


0.41 


0.04 



Example 2 

[0042] A distillate fraction having the characteristics as indicated in Table I was treated in accordance with the process 
illustrated in Figure 2. 

[0043] Accordingly, the distillate fraction was contacted in the first reaction zone in the presence of hydrogen with 
the same first stage catalyst as used in Example 1 . The hydrogen supplied also was cleaned hydrogen recovered from 
the gaseous fraction obtained from the second reaction zone effluent and from the gaseous fraction obtained from the 
gas/liquid separation of the first reaction zone effluent Operating conditions in the first reaction zone included a hy- 
drogen partial pressure of 14 MPa (140 bar), a WHSV of 1 .0 kg/l/h, a recycle gas rate of 1500 Nl/kg and a temperature 
of 390 •C. 

[0044] The first stage effluent was then separated into a liquid and a gaseous fraction in a high pressure separator. 
Sulphur content of the liquid fraction was 45 ppmw, nitrogen content was less than 1 ppmw. 
[0045] The liquid fraction was subsequently treated in the second reaction zone consisting of two separate reactors 
(IIA) and (MB). In the first reactor (HA) the liquid fraction was contacted In the presence of freshly supplied hydrogen 
with a bed of dewaxing catalyst comprising 0.8 %w platinum supported on a carrier comprising surface dealuminated 
ZSM-5 having a silica to alumina molar ratio of 51 .6 and a silica binder (70 %w surface dealuminated ZSM-5 and 30 
%w silica binder). This type of dewaxing catalyst is disclosed in European patent specification No. 96921992.2. Op- 
erating conditions in reactor (IIA) included a hydrogen partial pressure of 4.0 MPa (40 bar), a WHSV of 1 kg/l.h and a 
temperature of 31 0 •C. 

[0046] The effluent from the first reactor (llA) was then contacted in the second reactor (118) with a catalyst comprising 
0.3% by weight of Pt and 1 .0% by weight of Pd on an amorphous silica-alumina carrier having a silica/-alumina weight 
ratio of 55/45. Operating conditions in this reactor included a hydrogen partial pressure of 14.0 MPa (140 bar), a WHSV 
of 4 kg/l.h and a temperature of 290 •C, The effluent from the rector (IIB) was, after gas/liquid separation, distilled 
under reduced pressure and the fraction boiling above 390 ""C was recovered as the lubricating base oil product. Its 
properties are listed in Table 111. 
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TABLE III Lubricating base oil properties 


VI 


95 


Aromatics 


(mmole/100 g) 


S (ppmw) 


<5 


Mono 


8.3 


N (ppmw) 


<1 


Di 


0.30 


Pour point {*C) 


-9.5 


Poly 


0.40 


Oil yield (%w) 


62 







[0047] From Table III it can be seen that a good quality lubricating base oil is obtained having low sulphur, nitrogen 
and aromatics content at a commercially acceptable yield. 



15 



Claims 

1 . Process for the preparation of lubricating base oils having a viscosity Index of at least 80 comprising the steps of 



(a) contacting a hydrocarbon oil feed containing up to 3% by weight of sulphur and up to 1% by weight of 
^ nitrogen containing compounds in the presence of hydrogen in a first reaction zone with a catalyst comprising 

at least one Group VIB metal component and at least one cobalt or nickel metal component supported on a 
refractory oxide carrier; 

(b) separating the effluent at elevated pressure into a gaseous fraction and a liquid fraction; 

(c) contacting the liquid fraction in the presence of hydrogen in a second reaction zone consisting of two 
separate catalyst beds, wherein the first catalyst bed comprises a noble metal-based catalyst selective for 
hydroisomerising and/or hydrocracking of waxy molecules and the second catalyst bed comprises a catalyst 
comprising at least one noble Group VI 11 metal component supported on an amorphous refractory oxide carrier; 

(d) recovering the lubricating base oil, 



25 



30 



35 



40 



45 



50 



55 



characterized in that step (a) is performed at a temperature of at least 350 resulting in that the sulphur content 
of the liquid fraction after step (b) is less than 1 000 ppmw and the nitrogen content of the liquid fraction after step 
(b) is less than 50 ppmw and that in step (c) the temperature of the second catalyst bed Is lower than the temperature 
in the first catalyst bed and in which the noble metal based catalyst in the first catalyst bed comprises a platinum 
and/or palladium component supported on a surface dealuminated atumlnosilicate. 

2. Process according to claim 1 , characterized in that the first reaction zone is operated at a temperature of between 
365 and 500 "^C and more preferably from 375 to 450 **C. 

3. Process according to any one of claims 1-2^ 

characterized in that in step (c) the temperature in the first catalyst bed is from 250 to 350 *C. 

4. Process according to any one of claims 1 -3, 

characterized tn that in step (c) the temperature In the second catalyst bed is from 200 to 300 *C. 

5. Process according to any one of claims 1 -4. 

characterized In that the catalyst in the first reaction zone comprises as the non-noble Group VIII metal one or 
more of nickel and cobalt In an amount 1 to 25% by weight and as the Group VIB metal component one or more 
of molybdenum and tungsten in an amount of from 5 to 30% by weight, calculated as element relative to the total 
weight of the catalyst. 

6. Process according to any one of claims 1 -5, 

characterized In that the first catalyst bed of step (c) comprises a platinum component supported on a suriace 
deactivated aluminosllk^ate. 

7. Process according to claim 6, characterized In that the surface deactivated aluminosillcate is surface deactivated 
ZSM-5. 



8. Process according to any one of claims 1 -7, 
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characterized In that the second catalyst bed of step (c) comprises a catalyst comprising at least one noble Group 
VIII metal component supported on an amorphous refractory oxide carrier as the single catalyst 

9. Process according to any one of claims 1 -8, 

characterized in that the catalyst of the second catalyst bed In step (c) is a catalyst comprising platinum and/or 
palladium supported on an amorphous silica-alumina canier. 

10. Process according to any one of claims 1-9, 

characterized In that in step (c) the first catalyst bed and the second catalyst bed are separated by a quench. 

11. Process according to any one of claims 1 -10, 

characterized in that the temperature in the reactor of the second catalyst bed is varied periodically in the range 
of 200-300 'C to prepare different base oils which are subject to distinct specrications in terms of aromatics content. 

12. Process according to any one of claims 1 -11 , 

characterized In that the gaseous fraction obtained in step (b) is treated to remove hydrogen sulphide and am- 
monia, after which the resulting cleaned gas is recycled to the first reaction zone. 

13. Process according to any one of claims 1-12, 

characterized in that step (d) involves fractionation of the effluent from step (c) to obtain a gaseous fraction and 
at least one liquid fraction as the lubricating base oil product, wherein the gaseous fraction is treated to remove 
impurities, after which the cleaned gas is recycled to the first reaction zone and wherein the second reaction zone 
is supplied with fresh hydrogen only. 

14. Process according to claim 13. characterized in that the treatment of the gaseous fractions obtained in steps (b) 
and (d) takes place in the same gas cleaning unit. 



Patentansprtiche 

1. Verfahren zur Herstellung von Schmiemriittelgrundolen mit einem VIskositatsindex von wenigstens 80. das die 
folgenden Stufen umfaBt: 

(a) Inkontaktbringen eines Kohlenwasserstoffoleinsatzmaterials mit einem Gehalt von bis zu 3 Gew.-% schwe- 
felhiltigen Vert)indungen und bis zu 1 Gew.-% stickstoffhaltigen Verbindungen in Gegenwart von Wasserstofff 
in einer ersten Reaktionszone mit einem Katalysator, der wenigstens eine Gruppe VIB-Metallkomponente und 
wenigstens eine Cobalt- Oder Nickelmetallkomponente. aufgebracht auf einen Feuerfestoxidtrager, umfaBt; 

(b) Auftrennen des Abstroms bei erhohtem Druck in eine gasformige Fraktion und eine fliissige Fraktion- 

(c) Inkontaktbringen der flussigen Fraktion in Gegenwart von Wasserstoff in einer zweiten Reaktionszone! die 
aus zwel getrennten Katalysatort)etten besteht, wobei das erste Katalysatort)ett einen fur die Hydroisomeri- 
sation und/oderfur das Hydrocracken von wachsartigen Moiekulen selektiven Katalysator auf Edelmetallbasis 
umfaBt und das zweite Katalysatort)ett einen Katalysator umfaBt, der wenigstens eine Gruppe Vlll-Edelme- 
talikomponente, aufgebracht auf einen amorphen Feuerfestoxidtrager, umfaBt; 

(d) Gewinnen des Schmlemilttelgmndols, 

dadurch gekennzelchnet, daB die Stufe (a) bei einer Temperatur von wenigstens 350»C ausgefuhrt wird, mit 
dem Ergebnis, das der Schwef elgehalt der flussigen Fraktion nach Stufe (b) unter 1 .000 ppmw liegt und der Stick- 
stoffgehalt der flussigen Fraktion nach Stufe (b) unter 50 ppmw liegt, und daB in Stufe (c) die Temperatur des 
zweiten Katalysatort)ettes niedriger ist als die Temperatur im ersten Katalysatorbett und worin der Katalysator auf 
Edelmetallbasis im ersten Katalysatorbett eine Platin- und/oder Palladiumkomponente, aufgebracht auf ein ober- 
flachendealuminiertes Aluminositikat. umfaBt. 

2. Verfahren nach Anspruch 1 , dadurch gekennzelchnet, daB die erste Reaktionszone bei einer Temperatur zwi- 
schen 365 und 500*C und stSricer bevorzugt zwischen 375 und 450"C betrieben wird. 

J. Verfahren nach einem der Anspriiche 1 bis 2. dadurch gelcennzeichnet, daB in Stufe (c) die Temperatur im ersten 
Katalysatort)ett von 250 bis 350*C betragt. 
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4. Verfahren nach einem der Anspruche 1 bis 3, dadureh gekennzeichnet, daB In Stufe (c) die Temperatur im 
zweiten Katatysatorbett von 200 bis SOO'^C betragt. 

5. Verfahren nacti einem der Anspruche 1 bis 4, dadureh gekennzeichnet, daB der Katalysator in der ersten Re- 
5 alctionszone als das unedle Gruppe Vlll-Metali eines Oder mehrere von Nickel und Cobalt in einer Menge von 1 

bis 25 Gew.'% und als Gruppe VIB-Metallkomponente eines oder mehrere von Motybdan und Wolfram in einer 
Menge von 5 bis 30 Gew.-% umfaBt, berechnet als Element und bezogen auf das Gesamtgewlcht des Katalysators. 

6. Verfahren nach einem der Anspruche 1 bis 5, dadureh gekennzeichnet, daB das erste Katalysatorbett von Stufe 
10 (c) eine Platlnkomponente, aufgebracht auf ein oberfldchendesaktiviertes Alumlnosilikat, umfaBt. 

7. Verfahren nach Anspruch 6, dadureh gekennzeichnet, daB das oberf lachendesaktivierte Alumlnosilikat ein ober- 
flachendesaktivierter ZSM-5 ist. 

15 8. Verfahren nach einem der AnsprOche 1 bis 7, dadureh gekennzeichnet, daB das zweite Katalysatorbett von Stufe 
(c) einen Katalysator umfaBt, der wenigstens eine Gruppe Vlll-Edelmetallkomponente, aufgebracht auf einen 
amorphen Feuerfestoxidtrager. als den einzigen Katalysator umfaBt. 

9. Verfahren nach einem der Anspruche 1 bis 8, dadureh gekennzeichnet, daB der Katalysator des zweiten Kata- 
20 lysatorbettes in Stufe (c) ein Katalysator ist, der Platin und/oder Palladium, aufgebracht auf einen amorphen Sili- 

ziumoxid-Aluminiumoxidtrager, umfaBt. 

10. Verfahren nach einem der Anspruche 1 bis 9, dadureh gekennzeichnet, daB In Stufe (c) das erste Katalysatorbett 
und das zweite Katalysatorbett durch eine Abkuhiungszone getrennt sind. 

25 

11. Verfahren nach einem der Anspruche 1 bis 10, dadureh gekennzeichnet, daB die Temperatur im Reaktor des 
zweiten Katatysatorbettes periodisch im Bereich von 200 bis SOO^'C variiert wird, urn unterschiedliche Gmndole 
herzustellen, die bestimmten Spezlflkationen hinsichtlich des Aromatengehaltes unterliegen. 

30 1 2. Verfahren nach einem der Anspruche 1 bis 1 1 , dadureh gekennzeichnet, daB die in Stufe (b) erhaltene gasfomnlge 
Fraktion zur Abtrennung von Schwefelwasserstoff und von Ammoniak behandelt wird, wonach das erhaltene ge- 
reinigte Gas zur ersten Reaktionszone zuruckgefuhrt wird. 

13. Verfahren nach einem der Anspruche 1 bis 12, dadureh gekennzeichnet, daB die Stufe (d) ein Fraktionieren des 
35 Abstroms aus Stufe (c) umfaBt, um eine gasfdmnige Fraktion und wenigstens eine ftusslge Fraktion als das 

Schmiemiittelgrundol zu erhatten. wobei die gasformige Fraktion zur Abtrennung von Verunreinigungen behandelt 
wird, wonach das gerelnigte Gas zur ersten Reaktionszone rezykiiert wird und worln die zweite Reaktionszone 
nur mit frischem Wasserstoff beschickt wird. 

40 14. Verfahren nach Anspruch 13, dadureh gekennzeichnet, daB die Behandlung der in den Stufen (b) und (d) erhal- 
tenen gasformigen Fraktionen in der selben Gasreinigungsanlage stattfindet. 



Revendicatlons 

45 

1. Proc^dd de preparation d'huiles de base lubrlfiantes ayant un Indice de viscositd d'au moins 80 comprenant les 
stapes suivantes : 

(a) la mise en contact d'une alimentation en huile hydrocarbon^e contenant des composes contenant jusqu'^ 
50 3% en poids de soufre et jusqu'^ 1% en poids d'azote en presence d'hydrogene dans une premiere zone de 

reaction avec un catalyseur comprenant au moins un composant de mdtal du Groupe VIB et au moins un 
composant de m6tal constitu6 de cobalt ou de nk:kel fixe sur un support d'oxyde r^fractaire; 

(b) la separation de Teffluent k pression eiev^e en une fraction gazeuse et une fraction liquide; 

(c) la mise en contact de la fraction liquide en presence d'hydrogene dans une seconde zone de reaction 
55 constituee de deux lits de catalyseur separes, dans laquetie )e premier lit de catalyseur comprend un catalyseur 

d base de metal noble seiectif pour I'hydroisomerisation et/ou I'hydrocraquage de molecules paraffiniques et 
le second lit de catalyseur comprend un catalyseur comprenant au moins un composant de metal du Groupe 
VIII noble fixe sur un support d'oxyde refractaire amorphe; et 
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(d) la recuperation de i'huile de base (ubrifiante, 

caracterlse en ce que retape (a) est r§alis§e k une temperature d'au moins 350®C, conduisant k ce que la 
teneur en soufre de la fraction ilquide apres i'etape (b) soft inferieure a 1000 ppmp et la teneur en azote de la 
5 fradion liquide aprds retape (b) soit inferieure k 50 ppmp, et en ce que dans retape (c) la tennperature du second 

lit de catalyseur est Inferieure k la temperature dans le premier lit de catatyseur et dans lequel le catatyseur a base 
de metal noble dans le premier lit de catalyseur comprend un composant de platlne et/ou de palladium fixe sur un 
aluminosilicate desalumine en surface. 

10 2. Precede suivant la revendicatlon 1 , caracterlse en ce que la premiere zone de reaction est mise en oeuvre k une 
temperature entre 365 et 500°C et plus avantageusement de 375 k 450*^0. 

3. Procede suivant i'une ou I'autre des revendlcations 1 et 2, caracterise en ce que dans retape (c) la temperature 
dans le premier lit de catalyseur est de 250 k 350^C. 

15 

4. Procede suivant i'une quelconque des revendlcations 1^3, caracterlse en ce que dans retape (c) la temperature 

dans le second lit de catalyseur est de 200 a SOO^C. 

5. Precede suivant i*une quelconque des revendlcations 1 k 4, caracterise en ce que le catalyseur dans la premiere 
20 zone de reaction comprend comme metal du Groupe Vlil non noble un ou plusieurs composants choisis pannl le 

nickel et le cobalt en une quantite de 1 a 25% en poids et comme composant de metal du Groupe VI B un ou 
plusieurs composants choisis panni le motybdene et le tungstene en une quantite de 5 ^ 30% en poids, calcuies 
comme element par rapport au poids total du catalyseur. 

25 6. Precede suivant I'une quelconque des revendlcations 1 k 5, caracterise en ce que le premier lit de catalyseur de 
retape (c) comprend un composant de platlne fixe sur un aluminosilicate desactive en surface. 

7. Precede suivant la revendicatlon 6, caracterise en ce que I'aluminosllicate desactive en surface est une ZSM-5 
desactivee en surface. 

30 

8. Procede suivant I'une quelconque des revendlcations 1 a 7, caracterlse en ce que le second lit de catatyseur de 
I'etape (c) comprend un catalyseur comprenant au moins un composant de metal du Groupe VIII noble fixe sur 
un support d'oxyde refractaire amorphe comme seul catalyseur. 

35 9. Procede suivant I'une quelconque des revendicatlons 1 k 8, caracterlse en ce que le catalyseur du second lit de 
catalyseur dans retape (c) est un catalyseur comprenant du platlne et/ou du palladium fixe sur un support de silice- 
alumina amorphe. 

10. Procede suivant I'une quelconque des revendlcations 1 k 9, caracterise en ce que dans retape (c) le premier lit 
^ de catalyseur et le second lit de catalyseur sont separes par une coupure. 

1 1 . Precede suivant Tune quelconque des revendlcations 1 a 1 0, caracterise en ce que la temperature dans le reac- 
teur du second lit de catalyseur est amenee a varier periodiquement dans I'intervalle de 200-300**C pour preparer 
des hulles de base differentes qui sont soumises k des specifications distinctes en tennes de la teneur en aroma- 

^ tiques. 

12. Precede suivant Tune quelconque des revendlcations 1^11, caracterise en ce que la fraction gazeuse obtenue 
dans I'etape (b) est traitee pour etiminer i'hydrogene sulfure et I'ammoniac, apres quo! le gaz epure resultant est 
recycle vers la premiere zone de reaction. 

50 

13. Procede suivant I'une quelconque des revendicatlons 1 a 12, caracterise en ce que retape (d) comprend un 
fractionnement de I'effluent provenant de I'etape (c) pour obtenir une fraction gazeuse et au moins une fraction 
liquide comme prodult d'huile de base lubrifiante, dans lequel la fraction gazeuse est traitee pour eiiminer les 
impuretes, aprds quoi le gaz epure est recycle k la premiere zone de reaction et dans lequel une seconde zone 

55 de reaction est alimentee uniquement en hydrogene frals. 

14. Precede suivant la revendicatlon 13, caracterise en ce que le traitement des fractions gazeuses obtenues dans 
les etapes (b) et (d) se fait dans la mdme unite d'epuration de gaz. 
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